I06                   GALVANIZED IRON,

there will be found some spelter floating" on the top,
and this should be taken off, but not to the extreme,
or the dross may become too dry and thick to allow
of it being poured into the moulds. After the
spelter is taken off, it should be thoroughly well
stirred up, and is then ready for emptying into the
moulds. It is essential to have a cast-iron plate
to lay the moulds upon, as they should lie perfectly
level. Enough dross should be taken in the bowl
to fill one or two of the moulds at one operation,
to ensure the plates being whole, and the moulds
should not be filled quite to the edge. A few
particles of muriate of ammonia, scattered on the
top of each plate, will smooth the surface of the
plates. It is known in this form as " hard spelter,"
and is bought by merchants and brokers, for ship-
ment to India, where it is used for mixing with
copper and making an inferior quality of brass. It
is generally bought in lots of i o tons and upwards,
and the price varies according to the supply and
demand.

CURVED AND   RIDGED   ROOFS,

There is a considerable demand for galvanized
corrugated curved and ridged roofs, for collieries,
ironworks and agricultural purposes generally, and
it has this advantage, that it is an outlet for a con-
siderable quantity of galvanized corrugated sheets.